402                                               CORRESPONDENCE

jj! cage gnob a quantity of surkhi is not procurable in

time,                       woE washed  rod sand may be used in
equal cftiantities*

For               pointing         laying the tyles of the
roof.

Best new lime .                                      100

Fine sifted surlchi      .        .        .        .100

Best lump Jaggery                                      1

maunds    201

For plaster

Best fresn burnt lime . . . 100
Best washed red sand . . .100
Jaggery ...... 1

maunds    201

In  all interior plaster  and  exterior    ornaments  the
-plaster is to be covered with a thin coat of stone lin e, and
over it another of fine shell, well rubbed and dried.
For terraces
Best fresh burnt lime    .        .        .    100 maunds.
Well burnt round khowa       .        *    100 maunds*
With a proper quantity of water, lime and other
usual ingredients to be well soaked, mixed and beat to-
gether in trough for four days at least before it is carried
upon the roof.
The beams and all the wood work are to be  free from
sap? cracks and all defects and  to   be  of well  seasoned
timber,
The whole of the wood and iron work, to be painted
-over three times of a lead colour with oil and the best
colours of European manufactures.